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Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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FOREWORD 

This Indian Standard (Part 4) was adopted by the Bureau of Indian Standards, after the draft finalized by 
the Silk and Silk Products Sectional Committee had been approved by the Textile Division Council. 

Grading of dupion silk is very important from the viewpoint of quality of the dupion silk and the subsequent 
products made from it. This will also help the farmers to get the right value of their product and remove 
■r.alptactices in the dupion silk trade. For raw silk, BIS has already published IS 15090 (Parts I to I 1) 'Raw 
silk — Grading and methods of tests'. 

This standard is published in five parts. The other parts in the series are: 

Part 1 Grading 

Part 2 Visual examination 

Part 3 Determination of special defects 

Part 5 Determination of average size and size uniformity range 

This standard prescribes a method of test to determine the number of times the dupion silk will break during 
a certain period of winding it on the bobbins off the skeins and also the feasibility of the skeins for the 
vvinding operation. 

The composition of the Committee responsible for the formulation of this standard is given in Annex B. 

Forthepurposeofdeciding whether a particular requirement of this standard is complied with, the final value, 
observed or calculated expressing the result of a test or analysis, shall be rounded off in accordance with 
IS 2 : 1960 'Rules for rounding off numerical values (revised)". The number of significant places retained in 
the rounded off value should be the same as that of the specified value in this standard. 
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1 SCOPE 

This standard (Part 4) prescribes a method of test to 
determine the number of times the dupion silk will 
break during a certain period of winding it on the 
bobbins off the skeins and also the feasibility of the 
skeins for the winding operation. 

2 TEST SAMPLE 

The sample for the test shall be 4 skeins drawn from. 
different parts of the lot. 

3 APPARATUS 

3.1 Winding Frame — The winding frame shall be 
equipped to drive the bobbins to run at a uniform 
speed of 1 lOm/min. 

3.2 Stopwatch 



4 PROCEDURE 

After a preliminary winding operation of 5 min, two 
sample skeins shall be wound from the outside 
surface and 2 skeins from the inner surface of the 
skein at an average winding speed of 1 10 m/min. The 
time of winding shall be 30 min for 8.8 tex (79 den) or 
finer silk and 20 min for 8.9 tex (80 den) or coarser 
silk. 

5 RECORDS 

5. 1 A record of the number of breaks including stops 
without breakage for each skein and also the total of 
the four skeins during the period of winding shall be 
made. 

5.2 The format for the report of winding breaks shall 
be as given in Annex A. 



ANNEX A 

{Clause 5.2) 
REPORT OF WINDING TEST OF DUPION RAW SILK 



[Conducted in accordance with IS 1 5825 (Part 4)] 



Name of testing house: . 

Identity of the lot: 

Starting time: 

Ending time: 

Total time: 

Nominal size of the lot: . 



Skein No. 

(t) 


Preliminary Winding 

m 


Break During Counting Period 

(3) 


1. 
2 

3. 
4. 






Total Breaks 







Remarks: 
Da^: 



Signature of tester 
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ANNEX B 

(Foreword) 

COMMITTEE COMPOSITION 

Silk and Silk Products Sectional Committee, TXD 28 



Organization 
Central Silk Technological Research Institute, Bangalore 

Association of Corporations & Apex Societies of Handlooms, 

New Delhi 
Central Silk Board, Bangalore 

Chamundi Textiles (Silk Mills) Limited, Bangalore 

Directorate of Handlooms & Textiles, Government of Tamil Nadu, 
Chennai 

Himatsingka Seide Limited, Bangalore 

Indian Silk Export Promotion Council, Mumbai 

Karnataka Silk Industries Corporation, Bangalore 

Karnataka State Sericulture Development Institute, Bangalore 

Khadi & Village Industries Commission, Mumbai 

National Handloom Development Corporation Ltd, Lucknow 

Office of Development Commissioner for Handlooms, Government 
of India, New Delhi 

Office of Director of Handloom & Textiles, Government of 
Karnataka, Bangalore 

Office of the Textile Commissioner, Mumbai 
Shrtram Institute for Industrial Research, Delhi 

Silk Conditioning and Testing House, Bangalore 

The Tamil Nadu Handloom Weaver's Cooperative Society Ltd, 
Chennai 

Weavers' Service Centre, Ministr>' of Textiles, Bangalore 
BIS Directorate General 



Representati ve(s) 

Dr T H. Somashekar (Chairman) 
Shri Subrato Roy (Alternate) 

Shri Abdual Rehman 



Deputy Secretary (Inspection) 

Assistant Secretary (Inspection) (Alternate) 

Shri A. L. Muthiah 

Shr] Thiru M. E. Balraj 

Shri Mohan Rao 

HRj S. /-I. > unvz-iiHAi n irailc/zluitr i 

Shri T. V Maruthi 

Shri Raj Kumar 

Shri V G Hallival 

Shri Ravindra Bhandiwad (Alternate) 

Representative 

Shri V. K. Goyal 

Shrj S Raltela (Alternate) 

Principal, Indian Institute of Handloom 
Technology, Salem 

Joint Director (Textiles) 

Deputy Director (Handlooms) (Alternate) 

Shri S. G. Verm a 

Shri S. Ramakrishnan (Alternate) 

Ms Nefna Sfhgal 

Dr R. K Rain a (Alternate) 

Representati\e 

Shri G Gunasekaran 

Shri Alok Babelay (Alternate) 

Director 

Deputy Director (Alternate) 
Shri M. S Verma, Scientist T' & Head (Textiles) 
(Representing Director General (Ex-officio)] 



Member Secretary 

Shri J. K. Gupta 

Scientist 'C (Textiles), BIS 
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Bureau of Indian Standards 

BIS is a statutory institution established under the Bureau of Indian Standards Act, 1 986 to promote harmonious 
development of the activities of standardization, marking and quality certification of goods and attending to 
connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of these publications may be reproduced in any form without 
the prior permission in writing of BIS, This does not preclude the ftQt use, in course of implementing the standard, 
of necessary details, such as symbols and sizes, type or grade designations. Enquiries relating to copyright be 
addressed to the Director (Publications), BIS. 

Review of Indian Standards 

Amendments are issued to standards as the need arises on the basis of comments. Standards are also reviewed 
periodically; a standard along with amendments is reaffirmed when such review indicates that no changes are 
needed; if the review indicates that changes are needed, it is taken up for revision. Users of Indian Standards 
should ascertain that they are in possession of the latest amendments or edition by referring to the latest issue of 
'BIS Catalogue' and 'Standards: Monthly Additions'. 

This Indian Standard has been developed from Doc : No. TXD 28 (0825). 

Amendments Issued Since Publication 

Amendment No. Date of Issue Text Affected 
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